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Abstract 



The present invention discloses a fire-retardant antiseptic moth-proofing and deformation-resisting liquor, belonging to a 
processing treatment preparation for wood, cloth, paper and other organic inflammable decorative material. Its composition 
includes (wt%) 19-21% of glycerine, 8-12% of triethanolamine, 1-3% of borax, 2-3% of boric acid, 4-7% of camphor, 3-6% of 
preservative and 50-60% of water. The above-mentioned ingredients are proportioned, mixed and uniformly stirred so as to 
obtain the invented product with several functions and good effect. 
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